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Machine Or Operation: 


PG 


Description : 


PURCHASING 


6061-T68.25x7.95x2.5 
2.0 


a) Description: Aluminum Billet 


b) 7.950" x 8.250" x 2.500" thick 


c) Tolerance on all dimensions is +0.06/0.00 


d) Grain direction along 7.950" length 


e) Material: 6061-T61T6511 
(QQ-A-250/11 
or QQ-A-200/8) 


Material release certificate is required 


D6102010P 


1111111111111111111111111 
1I11111111~111_- 
__ 
. 


Comment: Qty.: 
1.0000 Each(s)/Unit 
Total: 
10.0000 Each(s) 


6061-T68.25x7.95x2.5 
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Comment: PACKAGING RESOURCE #1 


Receive & Inspect For Transit Damage 


Ensure material certification is attached 
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Approval 
Approval 
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No 
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Date: 
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QA: N/C Closed: __ 
Date: 
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NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description of NC 
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DART 


DESIGN 4- 


DRAWN BY PH 
DART AEROSPACE LTD 
HAWKESBURY, ONTARIO, CANADA 


CHECKED if! 


APPROVED 
DRAWING NO. 
Rev. 
0 
D6102 
SHEET 1 OF 1 


DATE 
Tm.E 
SCALE 


06.06.30 
SADDLEBILLET, 6061 
NTS 


A 
01.03.30 
NEW ISSUE 


B 
03.10.20 
ADD D6102-005/-007/-009 


C 
04.08.25 
ADD D6102-010/-011 


D 
06.06.30 
ADD D6102-013 


SPECIFICATION 
CONTROL 
DRAWING 


PURCHASE 
MATERIAL 
ACCORDING 
TO THE FOLLOWING 
TABLE. 
SPECIFY 
ALLOY, 
LENGTH 
x WIDTH x 
THICK (+0.06/-0.00), 
AND GRAIN DIRECTION 
AS SHOWN. 


TOLERANCE 
ON ALL DIMENSIONS 
IS +0.06/-0.00. 


ALL DIMENSIONS 
ARE IN INCHES. 


Part No. 
Alloy 
Length 
Width 
Thick 
Grain 
Direction 


06102-001 
6061- T61T651 
QQ-A-250/11 
or QQ-A-200/8 
7.880 
6.250 
2.000 
Alona 7.880 Lenath 


06102-003 
6061-T61T651 
QQ-A-250/11 
or QQ-A-200/8 
6.000 
6.250 
2.000 
Alona 6.000 Lenath 


06102-005 
6061- T61T651 
QQ-A-250/11 
or QQ-A-200/8 
47.85 
15.250 
1.000 
Alona 47.85 Length 


06102-007 
6061- T61T651 
QQ-A-250/11 
or QQ-A-200/8 
7.500 
7.000 
2.500 
Alona 7.500 Lenath 


06102-009 
6061-T61T651 
QQ-A-250/11 
or QQ-A-200/8 
11.000 
6.000 
5.000 
Alona 
11.000 Length 


06102-010 
6061-T61T651 
QQ-A-250/11 
or QQ-A-200/8 
7.950 
8.250 
2.500 
Alona 7.950 LenQth 


06102-011 
6061- T61T651 
QQ-A-250/11 
or QQ-A-200/8 
6.500 
8.250 
2.500 
Alona 6.500 LenQth 


06102-013 
6061- T61T651 
QQ-A-250/11 
or QQ-A-200/8 
6.500 
7.000 
2.000 
Alona 6.500 Lenath 
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)LD 
TO: 


MAGNA 
STAINLESS 
DIV. 
DE 
CSM 
INC. 
525 MELOCHE 
AVE. 
DORVAL, 
QUEBEC 
H9P 
2W2 
(514) 631-1211 
FAX: 
(514) 631-0013 


LIVRE 
A 
/ 


SHIP 
TO: 


COMMANDEr 
,)/-'c, 


. 
'-., 
1" 
SALES, ORDER 


0165171 


INS;rRUCTIONS SP CIALES 
/ SPECIAL 
INSTRUCTIONS 


'~.. '... " 
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,E. ~'i~" 
t~.,'i'4} 
\.( ,,~,~ 


c.. t: 
'1"fll 
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;, 
I. 
\ \ 
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" 
( 
\ 
I 
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**P~CKING 
SLIP. / BON 
D'EMBALLAGE** 


\. 


."',""., 
.~ 


POSTE 
TELECOPIEUR 
MAlLO 
FAX 0 


TOT 
A L 
: 


GRAIN 
TO RUN 
ALONG 
6.5 


8.25 X 
6.5 X 2 1/2" 


GRAIN 
TO RUN 
ALONG 
7.95 


8.25 X 7.95 
X 2 1/2" 


MTR-AVEC 
COMMANDE 


MTR 
t S-i'lITH 
ORDER [X] 


K6A 
lK7 


pes 


0165171 


/I, 


NOMBRB 
DE 
PAQ. 
1 -'>. J •••••. ! 
) 


NUMBER OF 
BbL'S 
_ 


DART 
AEROSPACE 
LTD 
1270 ABERDEEN 
STREET 
HAWKESBURY 
ONTARIO 


b'age: 
1 
j, 
15:31:48 
20080225 


N° 
DE 
COULEE 
ETAMPER 
SUR 
LE 
COTE D 


HEAT 
NO. 
STAMP 
ONE 
END 


_ 
C1/01 
- 
FOP.M l!Q;lf 


MATERIEL 
RE~U 
EN BON 
ETAT 
PAR I MATERIAL 
RECEIVED 
IN GOOD 
CONDITIONS 
BY: 
--_.-._----_._-- 


s.e. ALPROM SA. 
CERTIFIED SRAC4aNilt' 
. 


SLATINAISO 
800112001No.2312-200~ 


MILL 


e E RT I F I.e ATe 
I 


EN 10204 
NO. 


. 
3.1 
3044 


CUSTOMER 


cotifRACiiORDER 
: 12612 
M18344-3-01 
,-'-~'-----BI""LL-'"'OF-O"'EIo;'lVERY 
: 68715 
TRUCK/CONTAINER ': zesu 2376996 . 
AlUMINUM PRODUCTI(PLATeS). ":". 
'.. 
. 
. . 
1312.18344-3-0" 
SHIPMENT OF 40~643."i3B LBS Al.UMINUM PLATES 6061-T651. MIIJ. FiNISH. 
ACCORDING TO ASTM 8-208-04. AMS 4~7M. 
AMS QQA 2soJ11F FROM CONSTANtA 
ROMANIA 
TOBALTIMORE.MD.UCNO.1144958 
.. CFR BALTIMORE, MD. 
MATER.IAL 
.' 
'~~UMPl.ATE$ 
..........,.. 
, 
=sIO~(mm). 
~.,~~. 
2.$OOo'1'HX48.50.WDX144.50uLT 
TEMPER: T65t 


. 
., 
SM17e . '. • 1 
4.DODO"THX60:S0"WOX144.50'\.T 


ACCORDING TO 
': 
ASTM 8-209-04. AMS 4027 M.AMs-QaA 2s0111F 


MECHANiCALPROPERTES 
1MPa-1 
Nlmm2=O.145k8t-O.102kgf/mm2 
'. 
'. 


11•• = 0.4536 kg 
UTS 
YTS 
ElonSJ.% Hardness 


kAt 
hi 
somaTa 
. "s.iA'" 


p 
• 
~ 
," 
••• 
," 
• 
min. 
min. 
min. 
mIn. 
max. 
max. 


'.. 
Specified values:. 
42 
35. 
e 
LOT/BATCH 
CASE. 
NETWEIGHT Ibs 
Measured values: . 


BM1t:\..= •.-,.1_ :~16i235:238,"245:..,.15.385.802 
46.1 
42.5 
9 
IMtl3 
. 
249 
46.7 . 
42.3 
.9 
• •••" 
•••.•• 
r ••••..•••.•" 
•••••••. 


SMITe 
1 
211;212;213 
10.359.347 
46.3 
42.8 
7 


8D50S80 
.... .....•....•......• , 
.._.__...~_.: .. ".. 
44.5 
40.6 
9 


, . 
. 


','. 
CHEMICAL PROPERTIES % 
,'... ,-,;~~..•." ..•..-~ 
........... .;.....• ,.. 
'- 


BATCH. 
81 
Fe 
Cu 
Mn 
Mg 
Cr 
Zn 
NI 
Ti 
AI 


BMU3- •. 
,. 
H!t 
,.. ~... 
"'oC~ 
" 
"A 
"fiR- .._.0;06 
0.18 
0.007 
0.02 
REM . 
. 


6060680 
0.58 
0.4 
0.19 
0.09 
1 
0.08 
0.054 
0.003 
0.018 
REM. 
, 


MIn. 
0.4 
. 0.15 
0.8 
0.04 
REM. 
Max. 
0.8 
0.7 
0.4 
0.15 
1.2 
0.35 
025 
0.05 
0.15 


Condo 
Others Each: 0.05 
'OthersTotal: 
0.10 


REMARKS: 


